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Description 

FIELD OF THE INVENTION 

This invention relates to an absorbent structure 
having both osmotic and capillary absorbing capabili- 
ties. More particularly, this invention relates to an 
absorbent structure having both capillary and immobi- 
lized osmotic absorbing features In a particular pattern. 

BACKGROUND OF THE INVENTION 

Absorbent structures comprising a capillary 
absorbent substrate and having an osmotic absorbent 
applied thereto are known in the art. As used herein, a 
"capillary" absorbent structure absort>s liquids, such as 
water, by capillary attraction of the liquids due to the 
thermodynamic force of attraction between a liquid and 
a solid surface of a capillary medium. In contrast, as 
used herein, an "osmotic" absorbent structure absortjs 
liquids deposited thereon by equalization of differential 
partial fluid pressure in the absence of ion exchange, 
forming a gelatinous substance which imbibes the liq- 
uids. As used herein, an ''absoibent structure" refers to 
materials which, in combination, absorb liquids by both 
osmotic and capillary absorptions. 

The osmotic absorbent may be made from mono- 
mers selected from the group consisting of acrylic acid, 
starch grafted acrylate co-polymers, etc. Such osmotic 
absorbent materials are commonly used as absort>ent 
gelling materials or superabsorbers in disposable 
absorbent articles such as diapers and sanitary nap- 
kins. The osmotic absorbent may be applied to the sub- 
strate in the form of a liquid precursor, to be later cured 
into an osmotic absort>ent. 

The capillary absorbent may be provided in the 
form of a substrate, for the osmotic absorbent to be later 
applied thereupon. Typically the capillary absort}ent 
substrate is a generally planar, almost two-dimensional 
material, such as paper, nonwoven fabric, woven fabric, 
or even formed film. Variations in such capillary absort)- 
ents are described in EP-A-291 316 which discloses an 
absorbent pad having a densification pattern. GB-A-2, 
087 730 discloses a loosely compacted absorbent bath 
having a reservoir provided by compression of the bath 
fibres in a particular zone. 

Generally, the osmotic absorbent material may be 
applied to the capillary absorbent substrate as a fluid 
precursor, such as a liquid monomer, then crosslinked 
to form an absorbent polymeric material. Usually, the 
liquid precursor is applied to the capillary absortDent 
substrate in a fluid form and typically comprises some 
form of acrylic acid and acrylate salts. 

Typically, the liquid precursor is applied to the 
at>sorbent substrate by spraying, impregnation, etc. to 
provide a uniform coating thereon. Other teachings in 
the art suggest discontinuous applications of the liquid 
precursor to the substrate through brushing, roller coat- 



ing, etc. Once the liquid precursor is applied to the cap- 
illary absorbent substrate, the liquid precursor may be 
crosslinked through elevated temperature, inadiation, 
etc. 

5 Examples of such attempts in the art include U.S. 
Patents: 4.008,353 issued February 15. 1977 to Gross 
et al.; 4,061,846 issued December 6, 1977 to Gross et 
al.: 4.071.650 issued January 31. 1978 to Gross; 
4,835.020 issued May 30. 1989 to Itoh et al.; 4.842,927 

10 issued June 27, 1989 to Itoh et al.; 4.865.886 issued 
September 1 2. 1 989 to Itoh et al; 4.892.754 issued Jan- 
uary 9. 1990 to Itoh et al.; 5.079,034 issued November 
21. 1988 to Miyake et al. and Great Britain Patent 
1.452,325 published October. 1976 in the name of Tri- 

15 opolis. Similarly US-A-4 381 783 discloses at>sorbent 
articles having an absorbent core which has at least 
one pocket containing superabsort^ent particles. 

However, these attempts in the art suffer from seri- 
ous drawbacks. As is ail too well known in the art. when 

20 an osmotic absorbent imbibes liquids, the osmotic 
absorbent swells in volume. If such swelling occurs too 
rapidly, the increase in volume of the osmotic absorbent 
which has imbibed liquids may prevent later liquid 
insults from reaching portions of the osmotic absorbent 

25 which are still able to absorb liquids. This phenomenon, 
known as gel blocking, may prevent further absorption 
of liquids Gel blocking often prevents the absorbent 
structure from utilizing its total capacity If an absorbent 
structure which encounters gel blocking is used in a dis- 

30 posable absorbent article, such as a diaper or sanitary 
napkin, and liquid insults occur after the gel blocking, 
such insults may not be absorbed and leakage may 
result 

Clearly from this standpoint, a uniform coating of 

35 the liquid precursor material on the capillary substrate 
can be very undesirable. However, a high surface area 
to mass ratio of the osmotic absorbent generally 
increases the rate of absort>ency. Therefore, to mini- 
mize gel blocking a thin nonuniform coating of the 

40 osmotic absorbent may be applied to the capillary sub- 
strate as is known in the art. 

Typically, the capillary substrate (and the machinery 
and the paper making clothing used to manufacture the 
capillary substrate) are selected based upon the needs 

45 of the consumer. The processes used to make the cap- 
illary substrate are often custom designed to meet the 
tradeoffs inherent in balancing the different properties 
(e.g.. tensile strength, softness, absorbency) which 
affect the consumers' likes and dislikes, and ultimately 

50 the sales of the absorbent structure incorporating the 
capillary substrate. However, difficulties can arise in the 
prior art methods of applying the liquid precursor to the 
capillary substrate. 

For example, it is difficult to spray the liquid precur- 

ss sor onto the substrate in a precise pattern. Printing the 
osmotic absorbent onto the substrate may result in a 
pattern having greater definition arvj precision than 
obtainable by spraying, but requires a printing roll hav- 
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Ing raised protuberances or gravure cells. Printing rolls 
having raised protuberances and gravure plates limit 
the pattern of the applied osmotic absorbent to that pat- 
tern corresponding to the protuberances of the printing 
roll or the gravure plates, regardless of which pattern 5 
may be desirable for a particular capillary substrate. 

This problem may be overcome by providing a 
plethora of printing rolls and gravure plates, one for 
each desired pattern. However, such provision 
increases the expense of the apparatus to a point where 10 
it may not be economically feasible to provide a printing 
roll or a gravure plate for each desired pattern if only a 
short production run is desired. 

Furthermore, the substrates disclosed in the prior 
art often exacerbate the get blocking problem. The com- is 
mon uniform basis weight and uniform density capillary 
substrates provide equal capillary absorption in the X-Y 
plane. Insults of liquid deposited onto such a capillary 
substrate wick throughout all regions of the capillary 
substrate. Such wicking may transport the liquids into a 20 
region which is already gel blocked. Alternatively, the 
capillary absorbent may not compete sufficiently with 
the osmotic absorbent material to fully utilize the entire 
capacity of the absorbent structure. 

Yet other problems encountered in the prior art 2s 
include migration of the liquid precursor after it is 
applied to the capillary substrate. Such migration occurs 
in the X-Y plane. X-Y migration diminishes the differ- 
ences in the pattern between the areas of the capillary 
substrate to which the liquid precursor was and was not 30 
applied. 

Migration of the liquid precursor also occurs in the 
Z-direction, normal to the plane of the capillary sub- 
strate. Z-direction migration causes the liquid precursor 
to penetrate the thickness of the capillary substrate, to a ss 
uniform distribution between both faces of the capillary 
substrate. This uniform Z-direction distribution may limit 
the free swelling of the osmotic absorbent resulting from 
the liquid precursor, limiting Its ability to absorb further 
liquid insults. 40 

Unfortunately, physical constraints imposed by tiie 
capillary substrate itself which surrounds the osmotic 
absorbent distributed in the Z-direction, limit its ability to 
swell and remain immobilized in the presence of liquid 
insults. Such limitations are directiy proportional to the 4S 
density of the capillary substrate into which the osmotic 
absorbent is disposed and are inversely proportional to 
the quantity and extent of tiie osoKDtic absorbent dis- 
posed out of the plane of the capillary substrate in tiie Z- 
direction, so 

Accordingly, it is an object of this invention to pro- 
vide an absorbent structure which minimizes get block- 
ing by providing a pattern of an osmotic absorbent on a 
capillary substrate. Further, it is an object of this inven- 
tion to provide an absort>ent structure which allows ss 
swelling of tiie osmotic absorbent to occur without con- 
sbraints being imposed by the capillary substrate. 
Finally, it is an object of tiiis Invention to provide an 



4 

absort>ent structure having a relatively high absorbency 
rate for a given gel sf ength by providing a favorable sur- 
face area to mass ratio. 

SUMMARY OF THE INVENTION 

The invention is an absorbent structure comprising 
a capillary substrate having regions of relatively high 
density and regions of relatively low density. The 
regions of relatively high density and relatively low den- 
sity are disposed in a nonrandom. repeating pattern. An 
immobilized osmotic absorbent material is disposed on 
tiie regions of relatively high density or the regions of 
relatively low density. 

In a particulariy preferred embodiment, the regions 
of relatively high density form an essentially continuous 
network, and the regions of relatively low density are 
disaete. In this embodiment, the immobilized osmotic 
absorbent is disposed on tiie discrete low density 
regions. 

BRIEF DESCRIPTION OF THE DRAWINGS 

While the Specification concludes with claims par- 
ticularly pointing out and distinctly claiming the present 
Invention, it is believed tiie present invention will be bet- 
ter understood from the following description taken in 
conjunction with the accompanying drawings in which: 

Figure 1 is a fragmentary top plan view of an 
at)sorbent structure according to tiie 
present invention having a continuous cap- 
illary network and disaete sites of osmotic 
absorbent material therein; 

Figure 2 is a fragmentary side elevational view 
taken along line 2-2 of Figure 1 ; and 

Figure 3 is a schematic vertical elevational view of 
one apparatus which may be used to pro- 
duce tiie sta-ucture of the present invention. 

DETAILED DESCRIPTION OF THE INVENTION 

As illustrated in Figure 1 . an absorbent structure 20 
according to the present invention comprises a gener- 
ally planar capillary substrate 22 and an osmotic 
absorbent 24. The osmotic absorbent 24 is applied to 
ttie capillary subst-ate 22 as an osnrx}tic absorbent pre- 
cursor, typically in the form of a liquid precursor 40. 
Referring to Figure 3. tiie liquid precursor 40 is applied 
to tiie capillary substi^te 22 in a particular pattern. 
Once tiie liquid precursor 40 is disposed on the capillary 
substrate 22, the liquid precursor 40 is temporarily 
immobilized by its rheology and uttimateiy immobilized 
by in situ polymerization to form ttie osmotic absoil^ent 
24. 

Referring back to Figure 1. the capillary substrate 
22 is a capillary absorbent and preferably, though not 
necessarily, cellutosic. The capillary substrate 22 com- 
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prises multiple regions 34 and 38 having different basis 
weights and/or densities. Any arrangement of regions 
34 and 38 in the capillary substrate 22 is acceptable, so 
long as the capillary substrate 22 is macrosccpically 
planar, the osmotic absorbent 24 may be immobilized $ 
thereon, and the capillary substrate 22 absorbs and 
transports liquids deposited thereon by capillary (sur- 
face energy and wicfdng] mechanisms. 

The capillary substrate 22 according to the present 
invention has distinguishable regions 34 and 38 defining io 
two mutually different densities. Preferably, the regions 
34 and 38 are disposed in an an-angement comprising 
an essentially continuous network region 32 and dis- 
crete regions 36 within the essentially continuous net- 
work. As used herein, a region 32 which extends is 
substantially throughout the capillary substrate 22 in 
one or both of the principal dimensions is considered to 
be "an essentially continuous network." Conversely, 
regions 36 which are not contiguous, are considered to 
be "discrete." The discrete regions 36 project outwardly 20 
to a distal end from the region 32 defining the essen- 
tially continuous network. 

Preferably, the discrete regions 36 and the essen- 
tially continuous network region 32 are disposed in a 
nonrandom, repeating pattern. By being "nonrandom" 2S 
the regions 32 and 36 are considered to be predictable 
and may occur as a result of known and predetermined 
features of the manufacturing process. By "repeating", 
the pattern is formed more than once in the capillary 
substrate 22. However, it is to be understood that if the 30 
capillary substrate 22, as presented to the consumer, is 
relatively smalt and the pattern is relatively large or the 
absorbent structure 20 is presented to the consumer as 
an integral unit, the pattern may appear to occur only 
once in the capillary substrate 22. For example, if the 35 
absorbent structure 20 is utilized in a disposable 
absorbent article, such as a diaper or sanitary napkin, 
the pattern may occur only once in such disposable 
absorbent article, but repeats during the manufacture of 
muHiple disposable absorbent articles. 40 

More preferably the regions 34 and 38 of the capil- 
lary substrate 22 are disposed in an arrangement hav- 
ing a high density essentially continuous network region 
32 and discrete low density regions 36 within the essen- 
tially continuous network region 32. This arrangement 45 
provides the advantage that the high density regions 34 
forming the essentially continuous network 32 provide 
for efficack)us transport of liquid insults to various dis- 
crete regions 36 having osmotic absorbent 24 thereon. 
ShouW one discrete region 36 of osmotic absorbent 24 so 
absorb its full capacity of liquids, the excess liquids can 
be transported by capillary attraction through the high 
density regions 34 of the essentially continuous network 
32 to other disaete regions 36 of osmotic absorbent 24. 

For the embodiments described herein, a capillary 55 
substrate 22 having about 2 to about 155 low density 
discrete regions 36 (preferably with osmotic absorbent 
24 thereon) per square centimeter (10 to 1000 discrete 



regions 36 per square inch) and more particularly, about 
4 to about 39 low density discrete regions 36 per square 
centimeter (25 to 250 discrete regions 36 per square 
inch) has been found suitable. 

Furthermore, the capillary substrate 22 according 
to the present invention may comprise two different ele- 
vations 26. The "elevation" of a capillary substrate 22 is 
its local deviation from planarity. The elevation 26 of a 
substrate is determined by laying it on a flat, horizontal 
surface, which serves as a reference plane. Different 
elevations 26 of the capillary substrate 22, which may or 
may not be coincident with the regions 34 and 38 of dif- 
fering density desaibed above, are determined by the 
difference in height above the reference plane, taken 
orthogonal the reference plane and principal dimen- 
sions of the capillary substrate 22. 

Preferably the regions 34 and 38 defined according 
to differing densities and differing elevations 26 are 
coincident. Thus the discrete low density regions 36 are 
also raised in elevation 26 (or lowered in elevation 26 if 
the capillary substrate 22 is inverted) from the high den- 
sity regions 34 of the essentially continuous network 
region 32. However, it is to be recognized that suitable 
ent>odiments may exist wherein such discrete regions 
36 of a particular density are not coincident with a par- 
ticular elevation 26. 

The capillary substrate 22 according to the present 
invention may be comprised of cellulosic fibers having 
one very large dimension (along the longitudinal axis of 
the fiber) compared to the other two relatively very small 
dimensions (mutually perpendicular, and being both 
radial and perpendicular to the longitudinal axis of the 
fiber), so that linearity is approximated. While micro- 
scopic examination of the fibers may reveal the other 
two dimensions are small compared to the principal 
dimension of the fibers, such other two small dimen- 
sions need not be substantially equivalent nor constant 
throughout the axial length of the fiber. It is only impor- 
tant that the fiber be able to bend about its axis, be able 
to bond to other fibers and be distributed onto a forming 
wire (or its equ'rvalent) by a liquid carrier. 

The capillary substrate 22 may be creped or be 
uncreped, as desired. Creping the capillary substrate 
22 foreshortens it producing undulations in the Z-direc- 
tion throughout the essentially continuous network 
region 32. Such undulations yield cross machine ripples 
which are considered too minor to be differences in ele- 
vation 26 as compared to the differences in elevation 26 
obtainable by the methods described hereinbelow. 
However, it is to be recognized that a creped capillary 
substrate 22 may be embossed, through-air-dried, etc, 
to produce differences in elevation 25 which are large, 
relative to the aeping undulations and ripples. 

The fibers comprising the capillary substrate 22 
may be synthetic, such as polyolefin or polyester; are 
preferably cellulosic, such as cotton linters, rayon or 
bagasse; and more preferably are wood pulp, such as 
soil woods (gymnosperms or coniferous) or hard woods 
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(angiosperms or deciduous), may be cross-linked, and 
may comprise combinations of synthetic and ceilulostc 
materials. As used herein, a capillary substrate 22 is 
considered "cellulosic" if the capillary substrate 22 com- 
prises at least about 50 weight percent or at least at)0ut 
50 volume percent cellulosic fibers, including but not 
limited to those fibers listed above. A cellulosic mixture 
of wood pulp fibers conprising softwood f bers having a 
length of about 2.0 to about 4.5 millimeters and a diam- 
eter of about 25 to about 50 micrometers, and hard- 
wood fbers having a length of less than about 1 
millimeter and a diameter of about 12 to about 25 
micrometers has been found to work well for the capil- 
lary substrates 22 described herein. 

If wood pulp fibers are selected for the capillary 
sut)strate 22. the fibers may be produced by any pulping 
process including chemical processes, such as sulfite, 
sulfate and soda processes; and mechanical processes 
such as stone groundwood. Alternatively, the fibers may 
be produced by combinations of chemical and mechan- 
ical processes or may be recycled. The type, combina- 
tion, and processing of the fibers used are not critical to 
the present invention. 

A capBtary substrate 22 according to the present 
invention is macroscopically two-dimensional and pla- 
nar, having some thickness in the third dimension. How- 
ever, the thickness in the third dimension is relatively 
small compared to the first two dimensions or to the 
capability to manufacture a capillary substrate 22 hav- 
ing relatively large measurements in the first two dimen- 
sions. 

The capillary substrate 22 according to the present 
invention comprises a single lamina and may be layered 
or stratified as to fiber type. However, it is to be recog- 
nized that two or more single laminae, any or all made 
according to the present invention, may be joined in 
face-to-face relation to form a unitary laminate. 

Of course, it is to be recognized that a woven or 
nonwoven material may be adequately utilized as a cap- 
illary substrate 22, providing it meets the density 
requirements specified above. 

A capillary sut)strate 22 having regions 34 and 38 of 
different densities may be achieved by locally densifying 
certain areas through embossing as is well known in the 
art, or by dedensifying certain areas by vacuum or pres- 
sure deflection into a suitable mold followed by through- 
air drying as is well known in the art. Similarty. a capil- 
lary substrate 22 having different elevations 26 in the 
direction generally normal to the plane of the capillary 
substrate 22 may be accomplished by embossing as is 
well known in the art. or again accomplished by vacuum 
or pressure deflection into a suitable moid followed by 
through-air drying as is well known in the art 

A particularty preferred capillary substrate 22 is 
through-air dried and produced in accordance with 
commonly assigned U.S. Patent 4,529.480 issued July 
16. 1985 to Trokhan. which patent shows a through-air- 
dried capiflary substrate 22 having discrete regions 36 



and an essentially continuous pattern region 32 and for 
the purpose of showing how to make a particularly pre- 
ferred capillary substrate 22 according to the present 
invention having different elevations 26. A capillary sub- 

5 strate 22 made according to U.S. Patent 4,529,480 
issued to Trokhan has mutually coincident disaete 
regions 36. which regions 36 are both relatively low in 
density and raised (or lowered) in elevation 26. 

The capillary substrate 22 preferably has a differ- 

10 ence in elevation 26 between the different regions 34 
and 38 of at least about 0.13 millimeters (0.005 inches). 
The elevation 26 is measured without a confining pres- 
sure, using microtomoscopy or stereoscopic three- 
dimensional scanning electron microscopy imaging, as 

15 are well known in the art. 

The osmotic absorbent 24 may comprise any 
osmotic precursor, typically a liquid precursor 40, which 
can be applied to the capillary substrate 22 as illus- 
trated in Rgure 3. As used herein a "precursor" refers to 

20 any material which transforms to an osmotic absorbent 
24 upon curing or polymerizing. As used herein an 
"osmotic absorbent" refers to any material which has 
the capability to absorb at least 10 times its own weight 
of any aqueous solution, and preferably synthetic urine, 

25 on a grams per gram basis. 

The synthetic urine conrprises a salt solution in dis- 
tilled water with a surface tension adjusted to 45 dynes 
per centimeter with about 0.0025% octylphenoxy poly- 
ethoxy ethanol surfactant (Triton X-100. from Rohm and 

30 Haas Company). The synthetic urine solution com- 
prises 15 parts of 1% Triton X-100. 60 parts NaCI, 1.8 
parts of CaCl2.2H20, 3.6 parts of Mga2.6H20 and 
6000 parts of distilled water. 

Preferred osmotic absorbents 24 include copoly- 

35 mers of sodium acrylate and acrylic add. starch grafted 
acrylate copolymers, cross-linked carboxymethyl cellu- 
lose, etc. Any liquid precursor 40 which can be cured 
into a solid osnfK>tic absorbent 24 is suitable. A particu- 
lariy preferred ik)uid precursor 40, and ultimately 

40 osmotic absorbent 24 for use in the present invention, 
comprises polymers of sodium acrylate, and aaytic 
add. caiboxymethyt cellulose, an initiator and a cross- 
linker. 

A preferred liquid precursor 40 is a substantially 
45 water-soluble monomer comprising neutralized or neu- 
tralizable carboxyl groups. The monomer preferably 
contains sufficient cartx>xyl groups such that a linear 
polymer thereof is substantially water-solutsle (i.e., the 
cartx)xyl groups are hydrophilic). Mixtures of such nx>n- 
50 omers may also be used. 

The monomers comprising carboxyl groups include 
add, acid anhydride, and ester group containing mono- 
mers. These monomers may also contain other 
hydrophilic groups, such as hydrQxyl groups, amide 
55 groups, amino groups, nitrite groups, and quaternary 
ammonium salt groups. Preferably, the monomer con- 
tains acid type hydrophilic groups. More preferably, the 
monomer contains at least about 5 mole percent, most 
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preferably at least about 10 mole percent, of add 
groups. 

Monomers containing cartx}xyl groups include the 
olefinically unsaturated acids, esters thereof, and anhy- 
drides which contain at least one cartxjn to cartoon 
olef inic double bond. I^ore specifically, these monomers 
can be selected from olefinically unsaturated cartoxylic 
acids, esters of such caiboxylic acids, acid anhydrides, 
sulfonic acids, esters of such sulfonic acids, and mix- 
tures of any two or more of the foregoing monomers. 

Olefinically unsaturated carboxylic add and carbox- 
ylic acid anhydride monomers include the acrylic acids 
and derivatives thereof, typified by acrylic acid itself, 
methacrylic acid, ethacrylic acid, alpha-chloroacrylic 
acid, alpha-cyano acrylic add, beta-methyl acrylic add 
(i.e.. crotonic acid), atpha-phenyl acrylic acid, beta- 
acryloxy propionic add. and beta-steryl acrylic acid; 
maleic acid; and maleic add anhydride. Other mono- 
mers of this type are sorbic acid, atpha-chloro sorbic 
acid, angelic add. cinnamic acid, p-chloro dnnamic 
acid, itaconic acid, citraconic acid, mesaconic acid, 
glutaconic add, aconttic acid, fumaric acid, and tricar- 
boxyethylene. 

Olefinically unsaturated sulfonic acid monomers 
and derivatives thereof include aliphatic or aromatic 
vinyl sulfonic adds such as vinylsulfonic acid, altyl sul- 
fonic acid, vinyltoluene sulfonic acid and styrene sul- 
fonic acid; and acrylic and methacrylic sulfonic add 
derivatives such as sulfoethyl acrylate. sulfoethyl meth- 
acrylate. sulfopropyl acrylate, sulfopropyl methacryiate, 
2-hydroxy-3-aayloxy propyl sulfonic acid. 2-hydroxy-3- 
methacryloxy propyl sulfonic add and 2-acrylamido-2- 
methyl propane sulfonic acid. 

The cart)oxyl groups (e.g., acid groups) are at least 
partially neutralized with cations capable of forming a 
salt with the monomer to form a monomer having neu- 
tralized carboxyl groups. Such salt-forming cations 
include, for example, alkali or alkaline metals, ammo- 
nium, substituted ammonium and amines as discussed 
in further detail in U.S. Patent Re. 32,649. Brandt et al.. 
April 19, 1988. shows suitable osnrK)tic absorbents 24. 
Neutralization is preferably carried out in any conven- 
tional manner which results in at least about 25 mole 
percent, more preferably at least about 50 mole percent, 
most preferably at least about 75 mole percent, of the 
total carboxyl groups being neutralized. The cartx)xyl 
groups are preferably neutralized prior to formation of 
the substantiaity water-insoluble polymer foam, e.g., 
neutralization is preferably carried out on the monomer 
or of a water-solut)le polymer thereof. 

Monomers possessing hydrophilic groups other 
than carboxyl groups may be used with the caitx>xyl 
group containing monomer. Other hydrophilic groups 
include hydroxyl groups, amide-groups, amino groups, 
nitrile groups, and quaternary ammonium salt groups. 
Monomers containing such groups are well known 
materials and are described in greater detail, for exam- 
ple, in US. Patent 4,076.663 Issued to Masuda et al. on 



February 28. 1978; and U.S. Patent 4.062.817 issued to 
Westerman on December 13, 1977. One or more types 
of such hydrophilic groups may be present in the mono- 
mer. 

5 Although this disdosure is generally in terms of the 
liquid precursor 40, it is to be understood that substan- 
tially water-soluble homopolymers, copolymers, or reac- 
tion products of the nwnomer may also be used in place 
of or in addition to the monomer form. Such alternative 

10 starting materials indude substantially water-soluble 
homopolymers of the monomer and substantially water- 
soluble reaction products of the monomer or Its 
homopolymer and the crosslinking agent. For exanple. 
a substantially linear, substantially water-soluble 

15 osmotic absort>ent 24 can be formed by subjecting the 
liquid precursor 40 to toiown polymerization conditions. 
A substantially water-soluble, partially crosslinked 
osmotic absorbent 24 may also be formed by reacting 
(e.g.. by heating) the liquid precursor 40 or linear poly- 

20 mer thereof with a crosslinking agent such as the inter- 
nal CTOSSlinking agents herein. Such a liquid precursor 
40 would typically have a low level of crosslinking, e.g., 
less than about 5% and be water soluble. 

The specific type of liquid precursor 40 selected is 

25 not critical to the invention, so long as the liquid precur- 
sor 40 may be applied in the desired pattern, and immo- 
bilized, so that the liquid precursor 40 does not flow, 
migrate, or otherwise transport to different parts of the 
capillary substrate 22 and transmogrify the desired pat- 

30 tern into a less useful disposition of the liquid precursor 
40 (such as a uniform coating). The osmotic absorbent 
24 is preferably immobilized in both the dry condition 
and while wetted in use. Such transmogrification may 
result in an absorbent structure 20 which encounters 

35 gel blocking due to the swelling of the osmotic absorb- 
ent 24 which occurs upon imbibing liquids and may fur- 
ther result in gel contacting the skin of the user or 
wearer. 

The osmotic absorbent 24 may be applied to the 

40 capillary substrate 22 in liquid form, such as the liquid 
precursor 40 discussed above. Preferably when applied 
to the capillary substrate 22 the liquid precursor 40 has 
a kinematic viscosity of at least about 2.000 centipoises. 
as measured by a Brookfield viscometer using a 

45 number 2 Shell cup at 20 degrees C. and preferably a 
kinematic viscosity of at least about 4.000 centipoises. 
Such a viscosity is necessary to hold the liqukJ precur- 
sor 40 in place until it is cured into a solid osmotic 
absorbent 24 polymer by crosslinking. 

so A kinematic viscosity of at least about 2,000 
centipoises may be achieved by adding a thickening 
agent to the liquid precursor 40 prior to its application to 
the capillary substrate 22. Suitable thickening agents 
indude polyvinyl pyrolodine, hydroxyethyl cellulose, 

55 preferably carboxymethyt cellulose and polyaaylic add. 
The thickening agent may be added In a concentraton 
of 2 percent by weight of thickening agent to the liquid 
precursor 40. 
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If one ctoes not wish to add a thickening agent to the 
liquid precursor 40, an acrylic acid type liquid precursor 
40 can be utilized and partially prepolymerized. Prepo- 
lymerization not only increases the viscosity but also 
allows for removal of residual monomers before the liq- 
uid precursor 40 is applied to the capillary substrate 22. 
Minimizing residual monomers in the resulting osmotic 
absorbent 24 is highly desirable if the absorbent struc- 
ture 20 is to be utilized in a disposable absorbent article, 
such as a diaper a sanitary napkin, or is to be utilized in 
other applications where epidermal contact may occur. 

Referring to Figure 2, the liquid precursor 40, and 
hence the resulting polymerized osmotic absorbent 24. 
is preferably disposed upon, registered with, and immo- 
bilized at the discrete low density regions 38 of the cap- 
illary substrate 22 in a particular predetermined pattern. 
Although other patterns, such as semioontinuous pat- 
terns which form lines extending throughout sutjstan- 
tially only one principal dimension of the capillary 
substrate 22 (i.e.. the machine direction, the cross 
machine direction, or diagonals thereof) are possible, a 
pattern having the osmotic absorbent 24 disposed on 
only the discrete low density regions 38 is preferred. 

This pattern allows for absorption of liquids depos- 
ited thereon and swelling of the osmotic absorbent 24 in 
the three principal dimensions corresponding to the 
plane and elevation 26 of the capillary substrate 22. yet 
accommodates capillary transport of liquids to other dis- 
crete low density regions 38 having the osnrustic absorb- 
ents 24. Such aocomnfxxiation occurs because the 
spacing between the discrete regions 36 alkiws swelling 
of the osmotic absorbent 24, without obstructing capil- 
lary transport of the liquids and because the swollen 
osmotic absorbent 24 remains immobilized on the cap- 
illary substrate 22 after absorbing the liquid deposited 
thereon. 

Preferably, the liquid precursor 40 cures to a gener- 
ally fiat-shaped discrete region 36 of osmotic absorbent 
24. A flat-shaped osmotic absorbent 24 has a more 
favorable surface area to mass ratio, thereby increasing 
the rate of fluid absorption and allowing greater uncon- 
strained expansion, and thus reducing the tendency for 
gel blocking to occur than does other shapes of a cured 
osmotic absorbent 24. Interf iber penetration of the cap- 
illary substrate 22 into the osrrxstic absort)ent 24 
increases the absorption rate of absorption, aids in 
obtaining more complete utilization of the osmotic 
absorbent 24, and immobilizes the osmotic absorbent 
24 with respect to the substrate 22. 

The freestanding osmotic absorbent 24 is in situ 
polymerized, to prevent it from wicking throughout the 
capillary substrate 22. In situ polymerization may be 
accomplished by irradiating the osmotic ab6ort>ent 24 
under radiation having a wave length sufficient to 
crosslink and cure the osmotic absorbent 24. Typically. 
UV light has been found to work well. 

Increasing the viscosity of the liquid precursor 40 to 
at least 2.000 centipoises prior to deposition on the cap- 



illary substrate 22 also retards separation of the various 
components of the liquid precursor 40. By retarding 
such separation, or c^romatographing of the compo- 
nents of the liquid precursor 40, the desired reaction 

5 mixture is maintained during polymerization. For exam- 
ple, in aqueous liquid precursors 40 the proper amount 
of water is maintained to prevent conponent polymeriz- 
able material from becoming insolubilized. Insolubilized 
polymerable material negatively affects the polymeriza- 

10 tion reaction, and hence the ultimate performance of the 
osmotic absorbent 24. 

Prepolymerization or use of a thickening agent 
retards the movement of the liquid precursor 40 prior to 
polymerization. Such retarding Is highly desirable in 

IS production of the absorbent structure 20 according to 
the present invention. This desirability is due to the 
application of the liquid precursor 40 to the therrrxxiy- 
namlcally unfavored low density regions 38. In the 
absence of restraining forces, the liquid precursor 40 

20 will, through capillary attraction, wick into the high den- 
sity regions 34. and the balance of the capillary sub- 
strate 22 until equilibrium occurs. 

Increasing the viscosity of the liquid precursor 40 to 
at least 2.000 centipoises and preferably to at least 

25 4,000 centipoises (or prepolymerizing the liquid precur- 
sor 40) prior to its d^xjsttion on the capillary substrate 
22 retards and hence minimizes the resulting wicking of 
the liquid precursor 40, as described above. By retard- 
ing such wicking. the desired patterned application of 

30 the liquid precursor 40 is maintained after the liqukJ pre- 
cursor 40 cures to an osmotic absorbent 24. Thus, the 
desired permanent registration of the osmotic absorb- 
ent 24 with particular regions of the capillary substrate 
22. particularly the low density regions 38. can be more 

35 accurately and repeatabty achieved. 

After the liquid precursor 40 is applied to the capil- 
lary substrate 22, the liquid precursor 40 is immobilized 
by curing. Curing and immobilization may be accom- 
plished using any suitable technique as is well known in 

40 the art. such as heat, electron beam irradiation or ultra- 
violet radiation. It is desirable that the liquid precursor 
40 be cured to an osmotic absorbent 24 as soon as pos- 
sible after its application to the capillary substrate 22. 
minimizing the opportunity for the liquid precursor 40 to 

45 ffow into the thermodynamicatiy favored high density 
essentially continuous network of the capillary substrate 
22 (or into any other regions of the capillary substrate 
22). 

Curing of the liquid precursor 40 can be accom- 
50 pushed by any means that initiates and causes polymer- 
ization. H a free radical initiator such as 2-hydroxy-iso- 
butyrophenone or 2.2 • azobis {2-amidino propane) 
dihydrochloride is included in a monomer forming the 
liquid precursor 40. heat, light (either visible or ultravio- 
55 let radiation), or ionizing radiation can initiate and cause 
the polymerization reaction. If one does not vwsh to 
include a free radical initiator, electron beam irradiation 
may be otherwise used to create free radicals which 
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start the curing reaction. K one desires, an osmotic 
chemistry which does not utilize a free radical initiator 
may be incorporated, thereby atiov^ng any other appro- 
priate initiator to be used. 

This curing process polymerizes and transforms s 
the liquid precursor 40 into a solid osmotic absorbent 24 
polymer. Thus according to the present invention, the 
liquid precursor 40 is polymerized in situ, without requir- 
ing an additional step between the application of the liq- 
uid precursor 40 and its polymerization to dispose and io 
immobilize the osmotic absorbent 24 on the capillary 
substrate 22 in the desired location and pattern. 

Referring again to Figure 3, the absorbent structure 
20 according to the present invention may be made 
according to the illustrated apparatus 50. The illustrated is 
apparatus 50 comprises three axialty rotatable rolls 52. 
54 and 56, preferably having mutually parallel longitudi- 
nal axes, a metering roll 52, a transfer roll 54, and an 
anvil roll 56. The three rolls 52. 54 and 56 form a nip 58 
and a gap 60. The nip 56 is between the metering roll 52 20 
and the transfer roll 54. The gap 60 is between the 
transfer roll 54 and the anvil roll 56. 

The metering roll 52 is a gravure roil disposed in a 
reservoir 62 of the liquid precursor 40. Upon axial rota- 
tion, the metering roil 52 acquires liquid precursor 40 25 
from the reservoir 62. precisely levels the fill in the indi- 
vidual cells of the metering roll 52 by means of doctor 
blade 41 and then transfers a particular quantity of the 
liquid precursor 40 to the transfer roll 54. The capillary 
substrate 22 passes through the gap 60 between the 30 
transfer roll 54 having liquid precursor 40 uniformly dis- 
posed thereon and the anvil roll 56. Importantly the top- 
ographically elevated regions 36 and 38 of the capillary 
substrate 22, to which it is desired to apply the liquid 
precursor 40. project toward and contact the transfer roll 3S 
54, with the balance of the capillary substrate 22 resting 
against the anvil roll 56. It will be apparent to one skilled 
in the art that by increasing or decreasing the clearance 
in the gap 60 between the transfer roll 54 and the anvil 
roll 56. smaller and larger amounts of the liquid precur- 40 
sor 40 may be printed upon and applied to the topo- 
graphically elevated regions of the capillary substrate 
22. respectively, upon contact therewith. Likewise, 
changing the design of the metering roll 52 can alter the 
amount of liquid precursor 40 applied to the capillary 4S 
substrate 22 at a constant gap 60. Alternativety, it will be 
apparent the liquid precursor 40 may be applied to the 
transfer roll 54 by spraying, submerging the transfer roll 
54 in the liquid precursor 40. etc., and thereby eliminat- 
ing the necessity for a metering roll 52. or by printing so 
directly from the metering roll 52 to the substrate 22 in 
the gap 60 formed between the metering roll 52 and the 
anvil roll 56. 

As the capillary substrate 22 passes through the 
gap 60 between the transfer roll 54 and the anvil roll 56, ss 
liquid precursor 40 is applied to only the regions of the 
capillary substrate 22 which have an elevation 26 suffi- 
cient to contact the periphery of the transfer roll 54. The 



transfer roll 54. does not contact the portions of the cap- 
illary substrate 22 which rest against the anvil roll 56. 
Accordingly, no liquid precursor 40 is applied to these 
portions of the capillary substrate 22. 

By adjusting the clearance in the gap 60. different 
quantities of the liquid precursor 40, and ultimately 
cured osmotic absort^ent 24, may be applied to the ele- 
vated regions of the capillary sUbstrate 22. Generally, 
for the embodiments described herein, liquid precursor 
40 applied in the range of about 1 to about 500 milli- 
grams per square centimeter of discrete region 36 has 
been found suitable. 

Generally, a greater quantity of osmotic absorbent 
24 should be present on the capillary substrate 22 if the 
end use of the absorbent structure 20 dictates it will 
handle larger volumes of fluid. Generally a lesser quan- 
tity of the osmotic absort>ent 24 should be present on 
the capillary substrate 22 if the end use of the absorbent 
structure 20 dictates concerns with gel blocking or the 
ability to rapidly transport liquid insults to other areas of 
the absortsent structure 20. 

Once the capillary substrate 22 to be utilized in the 
absorbent structure 20 is selected based upon con- 
sumer preferences, certain benefits become apparent. 
Particularly, the capillary substrate 22 according to the 
present invention, having regions 34 and 38 of different 
elevations 26 (one region 34 in contact with the anvil roll 
56, the other region 38 in contact with the transfer roll 
54) provides several advantages not found in the prior 
art. First, a particular pattern of the liquid precursor 40 
may be deposited onto the capillary substrate 22. with- 
out requiring the transfer roll 54 to have a gravure plate 
or have radially extending protuberances. Typically, 
metering rolls 54 having patterns are more difficult and 
expensive to manufacture, than smooth surface meter- 
ing rolls 54. 

A second benefit of the claimed invention is the flex- 
ibility which allows one who may not wish to use an 
transfer roll 54 having a pattern, to achieve registration 
of the pattern with the regions of the capillary substrate 
22 to which it is desired to apply the liquid precursor 40. 
Such registration can be extremely difficult to achieve 
under even ideal manufacturing conditions, as the differ- 
ent regions of the capillary substrate 22 may occur on 
near microscopic scale. Actual manufacturing is even 
more complex, because the pitch of the different regions 
32 and 36, and hence the opportunity of misregistration 
may change with ordinary variations in tension as the 
capillary substrate 22 is drawn through the apparatus 
50, the basis weight of the capillary substrate 22. and 
other manufacturing parameters. Production of the 
invention by the process desaibed in Figure 3 ensures 
exact registration of the fiquid precursor 40 with the 
desired regions of the capillary substrate 22. 

Third, if it is desired to change the pattern of liquid 
precursor 40 applied to the capillary substrate 22, a sin- 
gle apparatus 50 having a transfer roll 54 with a smooth 
periphery may be utaized tor multiple patterns. A capil- 
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lary substrate 22 having a different topography is 
inserted in the gap 60 between the transfer roll 54 and 
anvit roll 56, and the clearance of the gap 60 adjusted 
as appropriate. The transfer rod 54 may continue to be 
provided with a smooth surface and any desired pattern 5 
achieved by simply changing the capillary substrate 22. 
Once a particular capillary substrate 22 is selected, 
such flexibility in manufacturing was unattainable in the 
prior art. 

Several variations according to the present inven- 10 
tion are feasible. For example, if desired, one may con- 
struct a capillary sut>strate 22 having an essentially 
continuous network region 32 and discrete regions 36 
which differ according to basis weight rather than den- 
sity. If such a capillary substrate 22 is selected, it may is 
be advantageously made using a forming wire accord- 
ing to Figure 4 of commonly assigned U.S. Patent 
4,514,345 issued April 30. 1985 to Johnson et al. or 
commonly assigned U.S. Patent 5.245.025 issued Sep- 
tember 14. 1993 to Trokhan et al. show how to make a 20 
capillary substrate 22 having regions which differ 
according to basis weght. Atternatively discrete regions 
36 having plural different elevations 26 above (or below) 
the essentially continuous network region 32 are feasi- 
ble. The osmotic absort)ent 24 may be applied to only 2s 
the discrete regions 36 having a particular minimum ele- 
vation 26. or to each of the discrete regions 36 in eleva- 
tion-dependent quantities. 

Another variation involves the liquid precursor 40 
which ultimately forms the osmotic absorbent 24. In this 30 
variation, it is recognized that osnrKitic absork>ents 24 
vary according to their get strength - the ability to retain 
absorbed fluids and a unitary structure in the presence 
of compressive forces. Osmotic absorbents 24 also vary 
according to absorption rate - the speed at which fluids 3S 
deposited onto the osmotic absorbent 24 can be 
absorbed and held thereby, and/or gel volume - the total 
amount of fluid absort>ed on a grams per gram basis. 
Generally, the gel strength of an osmotic absorbent 24 
is inversely proportional to its absorption rate and gel 4o 
volume. 

If desired, an osmotic absorbent 24 having a more 
rapid absorption rate may be utilized at or near the 
center of the absorbent structure 20. Prophetically, in 
such an embodiment liquid insults would be rapidly 45 
absorbed and not readily flow to the perimeter of the 
absorbent structure 20 where leakage may occur if the 
liquids breach the perimeter. 

Alternatively the absorbent structure 20 may have 
an osmotic absorbent 24 with a faster absorption rate so 
near the perimeter. This arrangement prophetically pro- 
vides the advantage that liquids near the perimeter of 
the absorbent structure 20 are rapidly absorbed before 
a breach of the perimeter can occur. Similarly, the 
osnx)tic absorbent 24 near the center of the absorbent ss 
structure 20 may have a relatively greater gel strength. 
The relatively greater gel strength provides for relatively 
greater retention of Iqutd insults which are deposited 



near the center of the absorbent structure 20. so that 
such absorbed insults are less likely to approach the 
perimeter of the absorbent structure 20. 

At or near the perimeter, an osmotic absorbent 24 
having a higher gel strength but slower absorption rate 
may be utilized. This osmotic absorbent 24 provides for 
greater retention of absorbed liquids, but can accommo- 
date the slower acquisition due to the insult only being 
received indirectly by the perimeter since the liquid 
insult first occurs at the higher absorption rate osmotic 
absort)ent 24 disposed at or near the center of the 
absort^ent structure 20. 

An absorbent structure 20 having osmotic absorb- 
ents 24 of differing gei strengths and/or absorption rates 
may be made by utilizing plural reservoirs containing dif- 
ferent liquid precursors. A particularly preferred 
arrangement has three reservoirs 62, spaced apart In 
the machine direction. The two outboard reservoirs 62 
each contain identical liquid precursor 40 having a rela- 
tively higher gel strength but relatively slower absorption 
rate upon polymerization. The central reservoir 62 con- 
tains a liquid precursor 40 having a relatively faster 
absorption rate but relatively low gel strength upon 
polymerization. 

Of course, it will be apparent to one skilled in the art 
that the three (or any other number as desired) inde- 
pendent reservoirs 62 need not be of equal width in the 
cross machine direction. The width of the reservoirs 62 
may be adjusted, as desired, to tailor the absorbent 
characteristics of the capillary substrate 22 of the result- 
ing absorbent structure 20 to the needs dictated by the 
end use of the absort}ent structure 20. This arrange- 
ment provides a transverse gradient with respect to the 
absorption rate and gel strength properties of the 
osmotic absorbent 24 of the absorbent structure 20. 

Such an arrangement of different osmotic absorb- 
ents 24 may be particularly useful if the absorbent struc- 
ture 20 is incorporated into the core of a disposable 
absorbent article, such as a diaper, or a sanitary napkin. 
A disposable diaper utilizing the absorbent structure 20 
of the present invention in the core may be made in 
accordance with commonly assigned U.S. Patent 
3,860,003 issued January 14. 1975 to Buell. Of course, 
the disposable diaper can be sized and configured to fit 
either chik^ren or incontinent adults, as desired, and as 
used herein is inclusive of disposable absorbent articles 
worn by either childr^i or adults. A sanitary napkin uti- 
lizing the absorisent structure 20 of the present inven- 
tion in the core may be made in accordance with 
commonly assigned U.S. Patent 4.950,264 issued 
August 21 , 1990 to Osborn, 111 show how to incorporate 
the absorbent structure 20 of the present invention into 
disposable absorbent articles, such as diapers and san- 
itary napkins. It will be apparent to one skilled in the art 
that several otiier variations are feasible, all of which are 
included within the scope of the appended claims. 
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(20) according to Claims 1 .2, 3. 4 and 5 



1 . An absorbent structure (20) comprising: 

a capillary substrate (22) and an unmobilized 
osmotic absorbent material (24) disposed on said 
substrate, said capillary substrate (22) having first 
regions of high density (34) and second regions of 
low density (38). said regions of high density (34), 
and low density (38) each being disposed in a non- 
random, repeating pattern; and characterized in 
that said immobilized osnxytic absorbent material 
(24) is disposed on one of said regions of said high 
density (34) or one of said regions of low density 
(38). 

2. An absorbent structure (20) according to daim 1. 
wherein said capillary substrate has an essentially 
continuous high density network (32) and said tow 
density regions are discrete (36). wherein said 
imnx)bilized osmotic absorbent is disposed on said 
low density regions. 

3. An absorbent structure (20) according to daim 2, 
wherein said discrete regions (36) and said contin- 
uos high density network (32) lie In two different 
planes. 

4. An at>sorbent structure (20) according to claims 1- 
3. having a plurality of osmotic absorberrts dis- 
posed on said disaete regions (36), characterized 
in that said plurality of osmotic absorbents (24). 
have mutually different gel strengths, and preferably 
said plurality of osmotic absorbents have mutually 
different absorption rates. 

5. An absort>ent structure (20) according to any one of 
the proceeding claims wherein said structure is 
through - air • dried and said relatively low density 
discrete regions (36) comprising a nonrandom, 
repeating pattern of two different elevations, a first 
elevation defining a first nonrandom, repeating pat- 
tern and a second elevation defining a second non- 
random, repeating pattern; and said immobilized 
osnfX)tic absorbent material (24) disposed on said 
discrete low density regions (36) characterized in 
that said relatively high density region (34) is sub- 
stantially free of said immobilized osmotic absorb- 
ent; and preferably said plurality of osmotic 
absorbents have mutually different absorption 
rates. 

6. A method for making an absorbent structure 
according to Claims 1 . 2. 3, 4 and 5 whereby said 
method conprises the step of printing said osmotic 
absorbent onto said regions by contact with a roll. 

7. A disposable diaper having a core, characterized in 
that said core conrv)rises an absorbent structure 



8. A sanitary napkin having a core, characterized in 
that said core comprises an absorbent structure 
5 according (20) to Claims 1 . 2. 3. 4 and 5. 

PatentansprQche 

1 . Eine absorbierende Struktur (20). welche umfalM: 
10 ein kapillares Substrat (22) und ein immobilisiertes 
osmotisches absorbierendes Material (24), das am 
genannten Substrat angeordnet ist, wobei das 
kapillare Substrat (22) erste Bereiche hoher Dichte 
(34) und zweite Bereiche niedriger Dichte (38) auf- 
75 weist. wobei die genannten Bereiche hoher Dichte 
(34) und niedriger Dichte (38) jeweils in einem 
nichtzufailigen, sich wiederholenden Muster ange- 
ordnet sind; und die dadurch gekennzeichnet ist. 
daB das genannte immobilisierte osmotische 
20 absorbierende Material (24) an einem der genann- 
ten Bereiche hoher Dichte (34) oder einem der 
genannten Bereiche niedriger Dichte (38) angeord- 
net ist. 

25 2. Eine absorbierende Struktur (20) nach Anspruch 1 , 
in welcher das genannte kapillare Substrat ein im 
wesentlichen kontinuierliches Netzwerk hoher 
Dichte (32) aufweist und die genannten Bereiche 
niedriger Dichte diskrete Bereiche (36) sind, wobei 

30 das genannte immobilisierte osmotische Absor- 
bens an den genannten Bereichen niedriger Dichte 
angeordnet ist. 



3. Eine absorbierende Struktur (20) nach Anspruch 2, 
35 in welcher die genannten diskreten Bereiche (36) 

und das genannte kontinuierliche Netzwerk hoher 
Dichte (32) in zwei verschiedenen Ebenen liegen. 

4. Eine absorbierende Struktur (20) nach den AnsprQ- 
40 Chen 1 bis 3. die eine Vielzahl osmotischer Absor- 

bentien, die an den genannten diskreten Bereichen 
(36) angeordnet sind, aufweist. dadurch gekenn- 
zeichnet. da(3 die genannte Vielzahi osmotischer 
Absorbentien (24) wechselweise unterschiedliche 
45 Gelfestigkeiten aufweist und daB vorzugsweise die 
genannte Vielzahl osmotischer Absorbentien wech- 
selweise unterschiedliche Absorptionsraten auf- 
weist. 

50 5. Eine absorbierende Struktur (20) nach einem der 
vorhergehenden Anspruche, in welcher die 
genannte Struktur durch Luftdurchtritt getrocknet 
Ist und die genannten diskreten Bereiche relativ 
niedriger Dichte (36) ein nichtzufailiges. sich wie- 

55 derhdendes Muster zweier unterschiedlicher Erhe- 
Ixjngen umfassen. wobei eine erste Erhebung ein 
erstes nichtzufdlliges, sich wiedertiolendes Muster 
definiert und eine zweite Erhebung ein zwertes 
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nichtzuiaKiges, sich wiederholendes Muster defi- 
niert; und wobei das genannte immobilisierte 
osmotische absorbierende Material (24) an den 
genannten diskreten Berachen niedriger Dichte 
(36) angeordnet ist, dadurch gekennzeichnet, daB 
der genannte Bereich relativ hoher Dichte (34) im 
wesentlichen frei von dem genannten immobiiisier- 
ten osmotischen Absorbens ist; und daB vorzugs- 
weise die genannte Vielzahl osmotischer 
Absorbentien wechselweise unterschiedllche 
Absorptionsraten aufweisL 

6. Ein Verfahren zur Herstellung einer absorbierenden 
Struktur nach den Anspruchen 1, 2, 3. 4 und 5, 
wobei das genannte Verlahren den Schritt des Auf- 
druckens des genannten osmotischen Absortsens 
auf die genannten Bereiche durch Kontakt mit einer 
Waize umfaBt. 

7. Eine Wegwerfwindel. die einen Kern aufweist, 
dadurch gekennzeichnet, daB der genannte Kern 
eine absorbierende Struktur (20) nach den Anspru- 
chen 1 , 2, 3. 4 und 5 unifaBt. 

8. Eine Hygienevorlage. die einen Kern aufweist, 
dadurch gekennzeichnet. daB der genannte Kern 
eine absorbierende Struktur (20) nach den Anspru- 
chen 1. 2. 3, 4 und 5 umlaBt. 

Revendicatlons 

1 . Structure absorbante (20) comprenant: 

un substrat capillaire (22) et une mati^re 
absort)ante osmotique imnx)bins6e (24) dispos6e 
sur ledil substrat, ledit substrat capillaire (22) com- 
portant des premieres regions de haute density 
(34) et des secondes regions de basse density 
(38). iesdites regions de haute density (34) et de 
basse density (38) 6tant respectivement dispos^es 
seion un dessin r^^titif non al^toire; et caract6ri- 
s^e en ce que ladite mati^re absorbante osnx)tique 
immobilis6e (24) est dispos6e sur une desdites 
r^ions de haute density (34) ou sur une desdites 
regions de basse density (38). 

2. Structure absorbante (20) selon la revendication 1 . 
dans laquelle ledit substrat capillaire poss^e un 
rteeau de haute density (32) essentiellement con- 
tinu et Iesdites regions de basse density sont dis- 
continues (36). dans laquelle ledit absorbant 
osmotique immobilise est dispose sur Iesdites 
r^ions de basse density. 

3. Structure absorbante (20) selon la revendication 2. 
dans laquelle Iesdites r^ions discontinues (36) et 
ledit r6seau de haute density (32) continu se trou- 
vent dans deux plans diff^rents. 



4. Structure absorbante (20) selon les revendications 
1-3. comportant une plurality d'absoitants osmoti- 
ques disposes sur Iesdites r^ions discontinues 
(36), caract^ris^e en ce que les absort>ants osmo- 

5 tiques (24) de ladite pluralit6 poss6dent des resis- 
tances de gel diff^rentes les unes des autres et de 
preference les absorbants osmotiques (24) de 
ladite pluralite possedent des vitesses d'absorption 
differentes les unes des autres. 

10 

5. Structure absorbante (20) selon I'une quelconque 
des revendications precedentes, dans laquelle 
ladite structure est sechee par une circulation d'air 
la traversant et Iesdites regions discontinues (36) 

IS de denstte relativement basse comprennent un 
dessin repetitif non aieatoire de deux elevations dif- 
ferentes, une premiere elevation definissant un pre- 
mier dessin repetitif non aieatoire et une seconde 
elevation definissant un second dessin repetitif non 

20 aieatoire; et ladite matiere absort>ante osmotique 
immobilis6e (24) est dispos6e sur Iesdites regions 
discontinues de basse densite (36); caracterisee en 
ce que ladite region de densite relativement haute 
(34) est essentiellement exempte dudit absoibant 

25 osmotique imnrx)bilise; et de preference les absor- 
bants osmotiques de ladite pluralite presentent des 
vitesses d'absorption differentes. 

6. Precede pour fabriquer une structure absort^ante 
30 selon les revendications 1 . 2. 3. 4 et 5. dans lequel 

ledit procede comprend retape consistant k impri- 
mer ledit absorbant osmotique sur Iesdites regions 
par contact avec un rouleau. 

35 7. Couche k jeter apres usage possedant une dme. 
caracterisee en ce que ladite &me comprend une 
structure absort>ante (20) seton les revendications 
1.2, 3.4et5. 

40 8. Serviette hygienique possedant une Sme, caracte- 
risee en ce que ladite dme comprend une structure 
absort>ante (20) selon les revendications 1, 2. 3. 4 
et5. 

45 
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